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CLAIM AMENDMENTS 

Claims Ml (canceled) 

Claim 12 (currently amended) A compositi on consisti ng essentially of crosslinkable 
compone nts useful for providing low com pression set surface tack free thermoset polymers 
by curing with free radical initiat ors in the presence of air, the components comprising: 
aY At least one compound (A) having the formula (T): 





.Wherein n Is L R is divalent, or trivaJent araj is selected frpm the group consisting 
qf cyclic aliphatic g ro u ps having fro m about 2 tp 16c^rfaon atoms, cyclic alip hatic groups 
having fromafrntt 5 t o- 20 carbon at oms, aromatic g rou ps having from about 6 to 18 carbon , 
atoms and alkvl aroma tic groups having from abttut 7 to 24 carbon atoms, and wherein the 
divalent, or trivalent groups may contain <mc cr jooiore hoteroatoms selected from (X N and jS. 
replacing a carbon atom, or carbon atoms and each R 1 is identical and is hydrog eq or an 
allcyl group of 1 to 18 carbon atoms: 

(b) At least one compound frY) selected from the group consisting of sulfur rnntaining 
organic compounds capable of accelcratitM^fnr vulcanization of a polymer capable of 
being crosslinked bv su lfur, polvsi^fide folvfaers and mixtures of said sulfur enn taining 
compounds: 

fp) A free radical initiator (C) sele^fe^ ftg.iqpoup consisting of organic peroxides 
and azp initiators: and (&) Areempes ition j^^p^in c l aim 1 als o ■ c om pris ing a compound 
selected from the group consisting of cUdrtnflt^poljtedrylene and chlorosulfonated 
polyethylene. 

Claims 13-20 (canceled). = 
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CMm 21 (currently amended) A composition pa defin ed in claim 1 wh e r e in 
compound - (B) i s A composition consisting essentially of crpsslinkable components useful 
for providing low compression set, surface tack free thennoset polymers by curing with 
free_radical initiators in the presence of .air., the components comprising: 
ti) At least one compound (A) having the formula (D: 



Wherein n is 1* R is divalent, or trivalcnt and is selected from the group consisting 
of cyclic aliphatic grows having from about 3 to 16 carbon atoms, cyclic aliphatic groups 
having from about 5 to 20 carbon atoms, aromatic groups having from about 6 to 1 8 carbon 
atoms and allcyl aromatic groups having from About: 7 to 24 carbon atoms, and wherein the 
divalent or ttivalent groups may contain one or more heteroatoms selected from O. N and S, 
replacing a carbon atonic or carbon atoms and each R* is identical and is hydro gen or an 
alkyl group of 1 to 18 carbon atoms: 

(V) At least one compound (B) selected* from (he group consisting of 4,4-dithiomorpholine, 
acyclicaikyU2-beiizothiasole sulfonamides, cycUcaQi^l-2-beiizothia2ole sulfonamides, aryl-2- 
benzothiazole sulfenamides, alkylphenol 4i$ttlfi4es and mixtures thereof; and 

(c) A free radical initiator f O select femi Qie group consisting of organic peroxides 
and azo initiators . 

Claim 22 (previously presented) A C(top^tion defined in claim 21 wherein 
compound (C) is selected from dialkyl p$g$*^ 

Claim 23 (currently amended) A ^ jstefined in claim 4* 21 comprising 

dicumylperoxide, NjN-cUphenylenebisin^iditd^, 4,4^tMom0rpholine, alkylphenoldisulfide 
and N-cyclohexyl-2-benzothiazole sulfenfimide. 




rt 
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Claim 24 (currently amended) A composition as d o finod - in claim 1 comprising 
(ucumylperoxide, W^iiphenylenebis^^ dipentamethylene thiwam tetrasulfide, 
alkylphenoldisulfide and tetrameuiylthiurani monosulfide. 

Claim 25 (currently amended) A composition <m defin e d in claim I comprising 
dicumyIpcroxide,N,N-dipheny]enebisnialcimide, dipentamethylencthiuram tctrasulfidc, 
alkylphenol disulfide and N*t-butyl-benzothii92ole-2-sulfemmido* 

Claim 26 (previously presented) A composition comprising 

a) at least one compound (A) having the formula (I); 



CO 




n 



wherein n is 1 , R is divalent Or trivalent and is selected from the group consisting 
of cyclic aliphatic groups having from about 2 to 16 C^xbon atoms, cyclic aliphatic groups 
having from about 5 to 20 carbon atoms, ^inatic groups having from about 6 to 1 8 carbon 
atoms and alkyl aromatic groups having fib^iabout 7 to 24 carbonatoms, and wherein the 
divalent, or trivalent groups may contain cmeic*npLOre fcfcteroatoms selected from O, N and S, 
replacing a carbon atom, or carbon atoms kfyi each R 1 is identical and is hydrogen or an 
alkyl group of 1 to 18 carbon atoms; and ' - 

(b) At least one compound (B) sdt^ji^^||^j^^ consisting of sulfur 
containing organic compounds capable c^fi^&^SffiiS^.«9£ft]r vulcanization of a polymer 
capable of being crosslinked by sulfur, pajjjwi^^ and mixtures of said sulfur 

containing compounds, . .;. \ ^ , . 

which composition is formulated a^|^^^^^;tii^ a Carrier selected from the group 
consisting of microcrystalline wax, poly«(|)^|iaiKteflic, EiPDMj EPM, EVA, PE and mixtures 
thereof. 
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Claim 27 (currently amended) A composition qq de fined in claim -4- consisting 
essen tia l ly of crosslinkable components useful for providing low compression set, surface 
tacfc free thermose t pol ymers by curing with free radical in i tiators in the presence of air, the 
components comp rising: 

ej) At least one compound (A) having foe formula (T\: 




Wherein nis l,Ris divalent or trivalen t m< j j s selected from the group consisting 
of cyclic aliphatic groups having from about 2 to 16 carbon atoms, cyclic aliphatic group s 
having from, about 5 to 20 carbon atoms l aromatic groups having from about 6 to 18 carbon 
atoms and alkvl aromatic groups r^ vjj n jtfrom about 7 to 24 carbon atoms, and wherein the 
divalent, or trjvalent groups may c o ntain one or more heteroatoms selected from Q„ N and 
replacing a carbon atom, or carbon a fom& and each R 1 is identical and is hvdrogen or an 
alkvl group of 1 to 18 carbon atoms- 

(b) At least one compound (B ) selected from the grotto consisting of sulfur containing 
organic compounds ca pable of accelerating sulfbr wlgam Vation of a polymer capable of 
bcjna crosslinked bv sulfur, nolvsulfide polymers a nd mixtures of said sulfur containing 
compounds; and 

(c) A free radical initiator (C) sel e ^ftritot fhegroup consisting of organic peroxides 
and azp initiators, which composition is fiirtM^Ia^ ? gri rnagterWh on a carrier selected from 
the group consisting of microcrysialline w^r^lyc^^ EPDM, EPM, EVA, PE and 
mixtures thereof. : ; 

- -'' ' 4; - S| ,,- ■ V ' 
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